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JEWELRY & ENAMELING

PROCESSES

Measuring
the

Depth
of the
Stone

Gauging
p. 346

Annealing
p. 18

Pickling
p. 22

Filing
p. 25

Laying
out
the
Pattern

Cutting
Fitting

Binding
p. 44

Soldering
p. 38

Pickling
Forming

Determine the width of the strip for the bezel.
If the bezel is set on a curved surface, measure
from the girdle of the stone well over the curve.

BEZEL

Gauge the metal, sterling silver sheet 26-gauge.

Anneal the metal.

Clean in pickle.

File one edge straight.

Place one arm of the dividers over the straight
edge of the silver sheet.

Cut the strip thus marked.

Bend the strip so the two ends meet; file if
necessary to make an even joint.

Bind together as shown in Fig. 13.
Solder the joint to form a collar or bezel.

Clean in pickle.

Place the bezel on a round mandrel.

Tap lightly with wooden or rawhide mallet to

form into a circle,  -